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Pigment iert er Anstrichstof f aus Bit urn ai emulsion und Kautschuk- 
latex und Verfahren zu seiner Her3tellung 

Anwendungsgebiet der Erfindung 

Die Erfindung betrifft einen pigment iert en Anstrichstof f au3 
Bitumeneraulsionen und Kautschuklat ex, der durch Zusatz von 
Aluminiumpigmenten eine silberglanzende Parbe besitzt und vor 
allem als Anstrich fiir Dacher und andere der Sonneneinstrahlung 
ausgesetsten Gebaudef lachen verwendet werden kann, sowie ein 
Verfahren zur Herstellung dieses Anstrichstof fea . 

Charakt erist ik der bekannten technischen losungen 

Zum Schutz von Dachern existieren verschiedene Dachanstriche, 
die man nach verschiedenen Gesicht spunkt en einteilen kann, 
wie z* B. nach den f ilmbildenden Inhaltsstof f en oder nach 
der Art, wie diese im Anstrich vorliegen, d«h* ob als 
Lb sung oder als Dispersion • Es gibt demzufolge Losungsmittel- 
anstrichstof f e und v/aBrige Dispersionsanstrichst of f e , zu 
denen auch die Emulsionen gehoren. 

In beiden Anstriohsystemen kann man noch Stoffe auf Basis 
synthetischer Harze und Anstriche auf Bitumenbasis unterschei- 
den, wenn man die Art der f ilmbildenden Bestandteile betrach- 
tet. 

Dachanstriche konnen fur besondere Anwendungen, wie Sicht- 
f lachen und ahnliches, auch farbig hergestellt werden. Eine 
spezielle Art der farbigen Dachanstriche sind mit Metallpul- 
ver jbesonders mit Aluminium ( pigment iert e Anstriche, die vor 
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allera dort eingesetzt vjerden, vjo es aaf eine starke Reflexion 

der Sonneneinstrahlung ankommt , urn eine starke Aufheizung der 

Dacher zu vermeiden. Aluminiumpigment iert e Anstriche vjerden 

zur Zeit vor allem auf Basis von Bit umenlosungen hergestellt. F 

Das Aluminium v;ird zumeist in Form einer benzinmodif iziert en 

Paste mit blat tchenf brmiger Pigment strulctur eingesetzt. Durch 

die Pigment ierung kann die Alt er ungsbestandigkeit der Bitumen- 

anstriche gegen ultraviolett e Strahlen des Sonnenlichts ver« 

bessert vjerden. 

Die benzinangepast eten Aluminiumpigment e mit Blattchenstr ukt ur 
besitzen pyrophore Eigenschaf t en , d.h. bei vcllstandiger Ver- 
dunstung des darin enthaltenen Benzins entziinden sich die 

Aluminiumprgmentteilchen selbstandig an der Luf t ♦ Da die Teil- ? 

chen der Pigmentpaste auch sonst eine groBe Reakt ionsf reudig- 

keit zeigen, ist es schvver, diese in wafirige Systeme einzuar- 

beiten, da bereits eine Reaktion zwischen V/asser und Aluminium- 

pigmenten stattf indet • Diese Reaktion wird urn so heftiger, je 

mehr der pH-7/ert von 7 verschieden ist, d*h* eine saure oder 

basische Reaktion des waBrigen Mediums vorliegt. 

Die bekannten aluminiumpigment iert en Anstriche auf Basis von 
Bit umenlosungen haben folgende Nachteile: 

~ Da die Pigment t eilchen Blat t chenstrukt ur besitzen, kommt 

ihr I/Ietallglanzef f ekt nur zur Geltung, wenn sie flach auf der 
Oberlache des Filmee aufliegen. Beim Aufstreichen mit Pinsel 
oder Streichbiirste ist deshalb darauf zu achten, daB beim 
ersten Pinselstrich die Parbe vollstandig aufgetragen ist* 
Mehrmaliges Uberstr eichen einer Plache laBt den Ivletallglanz 
verblasscn, da die Pigmentt eilchen dadurch von der Bitumen- 
losung umhullt und aus der Oberf lachenlage in die Losung ein- 
gedruckt vjerden. 

- Dacher, die frisch gestrichen einen metallischen Glanz be- 
sitzen, verblassen mit der Zeit zu einem graubraunen Parb- 
ton, da die Pigmentt eilchen in den Bitumenfilm einsinken 
und vom Bitumen umhullt vjerden* Der metallische Glanz des 
Anstriches halt also nur eine relativ kurze Zeit vor. 
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- Anstriche auf Bitumenemulsionsbasis konnen problemlos nur 
mit hydrophilen Pigment en gemischt werden. Eine hydrophile 
Aluminiumpigmentpaste enthalt aber nur Pigment teilchen ohne 
Blattchenstruktur und ohne Metallglanz. Sie sind auf Grund 
von Oberf lachenkorrosionen grau gefarbt. Anstriche mit solch 
einem Pigment vviirden ebenfalls nur eine graue Parbe aber 
keinen Metallglanz besitzen. 

Ziel der Erfindung 

Es ist das Ziel der Erfindung, die Kachteile des Standes der 
Technik zu beseitigen und einen aluminiumpigment ierten An- 
strichstoff sowie ein Verfahren zu seiner Herstellung zu ent- 
wickeln, der aich gut verarbeiten laBt und einen Anatrichf ilm 
ergibt, der eine metallisch glanzende Farbe von inoglichst 
langer Farbbe3tandigkeit besitzt und bestandig gegen V/itterung 
einflUsse ist. Der Anstrichst of f soil eine gute Streichbar- 
keit sowie eine gute Farbbestandigkeit beim Aufstreichen und 
als Anstrichf ilm besitzen. 

Darlegung des Wesens der Erfindung 

Der Erfindung liegt die Aufgabe zugrunde, einen aluminiumpig- 
mentierten Anstrichstoff fiir Dacher und ahnliche Gebaudesicht- 
flachen, der auf Bitumenemulsionsbasis aufgebaut ist, sowie 
ein Verfahren zur Herstellung dieses Anstrichstof fes zu ent- 
viickeln. Aui3erdem soil ein Verfahren zur Herstellung solcher 
Anstrichstoff e gefunden werden, bei dem die Pigmente so weit 
inaktiviert werden, daB sie in ein wassriges System eingear- 
beitet werden konnen. 

Erfindungsgemafi wird die Aufgabe durch eine Miachung aus 
benzinangepasteten Aluminiumpigment en mit Blattchenstruktur 
und gegebenenfalls mit Fettsaur estabilisatoren, Kautschuk- 
latex, Dispergatoren und Bit umenemulsionen mit Tonemulgatoren 
gelost. Die I.lischung enthalt dabei 3 bis 20 Ma. -55, vorzugs- 
weise 8 bis 12 U&,-% Aluminiumpigmentpaste, 5 bis 30 Ua.-%, 



vorzugsv;eise 8 bis 12 IIa.-% Kaut schuklat ex, 0,1 bis 5 Ma. -53, 
vorzugsv.'eise 1 bis 2 Ua.~% Diopergat or en und 45 bis 91 Ma. -55, 
vorzugsweise 74 bis 83 Ma.-% Bitumenemulsion mit Tonemulga- 
toren . 

Die Hersteiiung von aiuminiumpigmentiert en Anstrichst of f en auf 
der Basis von Bitumenemulsionen ist bisher noch nicht gelungen, 
da sich die Aluminiumpigment e unter V/asserstof f entwicklung auf- 
losen. Versuche zeigten, daB ein einfaches Sinstellen des 
pH-7/ertes von 7 in der Emulsion in der Kegel nicht ausreicht. 
Dadurch wird nur ein zeitliches Verzogern der Auf losereak tion 
erreicht. V/ahrend bei einem pH-Y/ert von 9 bis 11 eine Auf- 
losung der Pigmentt eilchen schon nach wenigen Stunden unter 
heftiger Reaktion stattfindet, geschieht dies bei einem 
pH-V,'ert von 7 erst nach 1 bis 3 V/ochen, bleibt aber letztlich 
nicht aus. Nach 3olchen Auf losereaktionen bleibt von dera An- 
strichst off nur noch eine schwarze, feste und schwaramart ige 
tlasse iibrig. Auch eine Zugabe von Kautschuklatex zur aluminium- 
pigmentversetzten Bitumenemulsion bringt keine groBen Verbes- 
serungen mit sich. Ein solches Gemisch aus Bitumenemulsion, 
Latex und Aluminiumpigment zersetzt sich ebenfall 3 nach 2 bis 
8 V/ochen . 

Es wurde nun uberraschend gefunden, daB ein Gemisch aus Bi- 
tumenemulsion mit Tonemulgator , Kautschuklatex, Aluminium- 
pigment und Dispergator bestandig ist, wenn es auf folgende 
V/eise verarbeitet wird: 

Zunachst wird die benzinhalt ige Aluminiumpigrnentpast e mit 
vmBriger Dispergat orlosung zu einem flucsigen 3rei verriihrt. 
Dieser wird mit der ent sprechenden Menge Kautschuklatex ver- 
mischt, anschliefiend mindestens 1 bis 2 Stunden stehengelas- 
sen. Dabei haben sich Butadien-Styrol-Copolymerisat e , die 
mit anionischen Seifen und Alkyl-arylsulf onat en in waBrigen 
Medium dispergiert sind, am besten bewahrt. Each dem Mischen 
findet eine geringe Reaktion statt, die sich dadurch bemerk- 
bar macht, daB das Gemisch leicht auf quillt . Eine Zerstbrung 
der Pigmente findet jedoch" nicht statt. Sie behalten ihre 
vollen Parbeigenschaften sowie den metallischen Glanz bei. 
Nachdem diesc Reaktion abgeklungen ist, wird die Bitumen- 
emulsion eingerUhrt, die vorher auf einen pH-Y/ert von 7,0 
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bis 7,5 eingestellt vmrde. Aus diesem Gemisch treten dann 
keine weiteren Z ersetzungen auf. 

Dieser Anstrichstoff ergibt bei einem Gehalt von 8 bis 12 Ma. 
Aluminiumpigment einen hell silberglanzenden Anstrichf ilni, ' 
welcher auch nach langerer Lagerung nicht seinen Silberglanz 
verliert und der sich auch nicht durch das" Durchschlagen des 
Bitumens nach dunkelgrau verfarbt. Auch- be im Auftragen des An 
strichstoffes im Streichverfahr en bleibt der Silberglanz trot 
mehrmaligen Uberstreichens einer Stelle voll erhalten, da die 
blattchenformigen Pigmentt eilchen in der Emulsion standig 
nach der Oberflache treiben und sich hier anreichern. Es\ann 
auch keine Umhullung der Pigmentt eilchen mit Bitumen statt- 
finden, da das Bitumen nicht in horaogener Ldsung, gondern in 
Form von kugelf ormigen Emulsionsteilchen vorliegt. 



Ausfuhrungsbeispiel 

Der aluminiumpigment ierte Anstrichstoff auf Emulsionsbasis 
aus 74 Ma. -3 3itumenemulsion mit Tonemulgator , 10 Ka.-58 Kaut- 
schuklatex, 1 Ma.-% Dispergator, 5 Ma.-* V/asser, 10 Ma.-* 
Pigmentpaste wird in folgenden Arbeit sstuf en hergestellt: 

1. Aus 38,48 Ma.-Teilen Bitumen B 40, 31 ,96 Ma. -Telle V/asser, 
2,96 Ma. -Telle Ton, 0,15 Ma. -Telle ZnSO^KgO, 0,30 Ma.- 
Teile Alkylphenylpolyglykolather (Dispergator) und 0,15 
Ma. -Telle 50^ige KOH vjird eine stabile Bit umeneraulsion (I) 
hergestellt. Die Emulsion besitzt einen pH-v/ert von 7,1. 

2. 1 Ma.-Teil Alkylphenylpolyglykolather (Dispergator), 

5 Ma. -Telle '.Yasser und 10 Ma. -Telle benzinhaltige Alu- 
miniumpigmentpaste mit blattchenformigen Pigmentt eilchen 
vserden bei Temperaturen von 5 bis 25 °G in einem langsam 
laufenden Ruhrvverk zu einem flussigen Brei verruhrt . 
Der homogene Pigmentbrei wird mit 10 Ma.-Teilen Kautschuk- 
latex gemischt. Der Kaut schulclat ex besteht aus einem 
Butadien-Styrol-Copolymerisat , das mitt els anionischen 
Seifen und Na-Alkyl-arylsulf onat in V/asser dispergiert 
enthalten ist . 
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Diese Mischung (II) v/ird mindestens 2 und hochstens 48 
Stunden stehengelassen, bis die Reaktionen, die sich durch 
leichtes Auftreiben bemerkbar machen, nachgelassen haben. 

3. 26 Ma. -Teile von II werden rait 74 Ma.-Teilen von I zu dem 

fertigen Anstr ichstof f in einem langsam laufenden Ruhr- 
werk bei Temperaturen zwischen 5 und 35 °G ca. 15 Ivlinuten 
vermischt . 

Der entstandene Annt richst of f besitzt eine homogene , metallisch- 
glanzende, silbrige Farbe und kann bei Temperaturen liber +5 °G 
durch Streichen oder Spritzen verarbeitet werden. Auch bei 
mehrmaligen Pinsel- oder Burst enstrichen an der gleichen Stel- 
le bleibt die einheitliche silbrige Farbe erhalten. 
Vorrangig werden bituminose Dachbelage mit der arteigenen 
schwarsen bis dunkelbraunen Parbe bzw . andere Sichtflachen an 
Bauwerken rait dem alurainiumpigment iert en Anstrichst of f ver~ 
schonert . 

Im Vergleich zu einer bekannten Kombination (1) aus Bitumen- 
losung und Aluminiumpigment en und gegeniiber einer rait 
hydrophilen Aluminiiunpulver abgemischten Bit umenemulsion (2) 
besitzt der erf indungsgemafle Anstrichst of f (3) folgende 
liigenschaf t en: 
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1 


2 


3 


Auflere Beschaf f enheit 

nach 8 Wochen 
Lagerung 


Aba pt 7,pn d • 
Pigment e . 

ruhren er- 
f orderlich 


sui uurcii- 
rlihrbar 


germgeg ad— 
durchriihrbar 


Brennbarkeit 


brennbar 


nicht brennb. 


nicht brennb. 


Verdiinnbarke it 


mit Benzin 


mit V/asser 


mit Wasser 


Streichbarkeit 


von + 0 bis 
35°C~ 

streichbar 


von 5 bis 
35°G 

streichbar 


von 5 bi3 
35°C 

streichbar 


Aussehen des Anstrich- 
f ilmq 

- nach einmaligen 
Streichen 

~ nach mehrmaligen 
Streichen 


silbrig 

silbrig mit 

braunen 

Flecken 


grau 

dunkelgrau 


silbrig 
silbrig 


Aussehen des Anstrichs 
nach 2 Jahren 


grau bis 
mattsilber , 
braune und 
schwarze 
Plecken 


dunkelgrau 
bis schwarz 


silbrig 



/8 



- 8 - 2\9346 



rfindungsanspr uch 

Pigmentiert er Anstrichst of f aus Bit umenemulsionen and Kaut- 
schuklatex fur Dacher and ahnliche Gebaudesicht f lachen 
gekennzeichnet darch 2 bis 20 Ka.-^o, 
vorzugsweise 8 bis 12 Ma.-% benzinhalt ige Aluminiunpigment- 
paste, die 60 bis SO Ka.-SS Aluminium enthalt und deren 
Pigmentt eilchen Blattchenstruktur besitzen. 

Verfahren zur Herstellung eines aluminiumpigment iert en 
Anstrichstof f es aus Bitumencmulsion und Kautschuklat ex 
nach Punkt 1, dadurch gekennzeichnet 
daB die t estbenzinhalt ige Aluminiunpigmentpast e mit 
waBriger Dispergator losung zu einem diinnf lussigen Brei 
verruhrt und dieser rait dem Kaut schuklat ex zu einer Vor- 
mischung vermischt vjird, vielche 2 bis 48 Stunden zur In- 
aktivierung der Aluminiumpigment e stehenbleibt and mit der 
notwendigen T.Tenge Bit umeneraulsion mit einem pH-Y/ert von 
7,0 bis 7,5 unter Ruhren bei Temperaturen zvdschen 5 und 
35 °C versetzt \vird« 
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(57) The invention pertains to a pigmented paint of bitumen 
emulsion and rubber latex which has a shiny silver color due to the 
addition of aluminum pigments and above all can be used as a paint 
for roofs and other building surfaces exposed to sunlight, as well as 
a process for the production of this paint. This paint is 
characterized by 2 to 20 mass-%, preferably 3 to 12 mass-'fc of a 
benzene containing aluminum pigment paste, which contains 6 v. to 80 
mass-% aluminum and the pigment particles thereof have a flake 
structure . 

Pigmented Paint of Bitumen Emulsion and Rubber Latex and Process 
for its Production 

Area of application of the invention 

The invention pertains to a pigmented paint of: bitumen emulsion 
and rubber latex which has a shiny silver color due to the addition 
of aluminum pigments and above all can be us-d as a paint for roofs 
and other building surfaces exposed to sunlight, as well as a process 
for the production of this paint. 

Characteristics of the known technical solutions 

For protecting roofs, different roof paints exist which can be 
classified according to different points of view, for example 
according to the film- forming contents or according to the way in 
which they are present in the paint, i.e. as a solution or a 
dispersion. Consequently there are solvent paints and aqueous 
dispersion paints, which also includes emulsions. 

In both paint systems it can be differentiated between material 
in a synthetic resin base and paints on a bitumen base, when the type 
of film-forming components is considered. 

Numbers in the margins indicate pagination of the foreign text. 



Roof paints can also be produced with colors for particular 
applications, such as visible surfaces and the like. A special type 
of colored roof paints is paint pigmented with metal powder, 
particularly with aluminum, which above all are used where intense 
sunlight reflection is to be considered, in order to avoid a severe 
heating of the roofs. Aluminum pigmented paints are at the time 
produced on the basis of bitumen solutions. The aluminum is usually 
used in the form of a benzene-modified paste with a flake- form 
pigment structure. By pigmentation," the aging resistance of the 
bitumen paints against ultraviolet radiation of sunlight can be 
improved . 

The aluminum pigments with a flake structure that are made w . 
a paste with benzene have pyrophoric characteristics, i.e., with a 
complete volatilization of the benzene contained therein the aluminum 
pigment particles will ignite on their own in air. Since the 
particles of the pigment paste also show a great reactivity, it is 
difficult to work them into an aqueous system, since a reaction 
between water and aluminum pigment will immediately ta*:e place. Tins 
reaction is stronger the more the pH value deviates from 7, i.e. an 
acidic or basic reaction of the aqueous medium is present. 

The known aluminum pigmented paints on a bitumen solution base 
have the following disadvantages: 

-Since the pigment particles have flake structure, tne me tax shine 
effect only works when they lie flat on the surface of the film. 



When painting with a paint brush or coating brush, it must be ensured 
that the color is completely transferred with the first brush stroke. 
Multiple coats on a surface causes the metal shine to fade, since the 
pigment particles are shrouded in the bitumen solution and are 
pressed out of the surface layer into the solution. 

-Roofs which have a metallic shine when freshly painted fade over 
time to a gray-brown color, because the pigment particles sink into 
the bitumen film and become shrouded by the bitumen. The metallic 
shine of the paint only holds for a short time. 

-Paints on a bitumen emulsion base can only be mixed wicnout 
problems with hydrophilic pigments. A hydrophilic aluminum pigment 
paste, however, contains only pigment particles without a £Lak.e 
structure and without a metal shine. Due to surface corrosion they 
are gray in color. Paints with such a pigment will therefore only 
have a gray color but no metal shine. 
Goal of the invention 

It is the goal of the invention to eliminate the disadvantages 
of the state of the art and to develop an aluminum pigmented paint as 
well as a process for its production, which is easily worked and 
yields a paint film which has a metallic shiny color and as ;. :>ng a 
color durability as possible and is resistant to the influence or 
weather. The paint should coat easily as well has have a good color 
durability on coating and as a paint film. 
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Explanation of the character of the invention 

The invention has the task of developing an aluminum-pigmented 
paint for roofs and similar building surfaces which is formed on a 
bitumen base, as well as a process for the production of this paint 
Additionally a process for the production of such a paint should ue 
found in which the pigments are inactivated insofar as they can be 
worked into an aqueous system. 

According to the invention, the task is solved by a mixture of 
aluminum pigments with a flake structure formed into a paste by 
benzene and as necessary a fatty acid stabilizer, rubber latex, 
dispersants and a bitumen emulsion with clay emulsif iers . The 
mixture contains 3 to 2 0 mass-%, preferably 3 to 12 mass-% aluminum 
pigment paste, 5 to 3 0 mass-%, preferably - to 12 mass-% rubber 
latex, 0.1 to 5 mass-%, preferably L to 2 mass-% dispersants and 45 
to 91 mass-%, preferably 74 to S3 mass-% bitumen emulsion with clay 
emu Is i f iers . 

The production of aluminum-pigmented paints on a bitumen 
emulsion base has until now been unsuccessful, since the aluminum 
pigments form hydrogen when they dissolve. Research showed tha:. 
simple adjustment of the pH value to 7 m the emulsion was as a r\.i^ 
insufficient. This only achieved a delay in the time of the 
dissolution reaction. While at a pH value of 9 to 11 a dissolution 
of the pigment particles takes place after a few hours in a strong 
reaction, at a pH value of 7 this doesn't occur until after 1 to " : 



weeks, but in the end is not avoided. After such a dissolution 
reaction all that remains of the paint is a black, solid, spongy 
mass. Even the addition of rubber latex to the bitumen emulsion 
mixed with aluminum pigment brings no great improvement. Such a 
mixture of bitumen emulsion, latex and aluminum pigment decomposes 
after 2 to 8 weeks. 

It was surprisingly found that a mixture of bitumen emulsion 
v/ith clay emulsifier, rubber latex, 'aluminum pigment and dispersant 
is durable, when it is worked in the following manner: 

First the benzene-containing aluminum pigment paste is stirred 
into a liquid slurry with aqueous dispersant solution. This is the 
mixed with the corresponding amount of rubber latex, and then left 
standing for 1 to 3 hours. The most proven are butadiene -styrene 
copolymers, which are dispersed in aqueous medium with anionic soap 
and alkyi-arylsulf onates . After mixing, a minimal reaction takes 
place which can be seen in that the mixture lightly swells. A 
destruction of the pigments, however, does not take place. They 
maintain their full color characteristics as well as their metallic 
shine. After this reaction subsides, the bitumen emulsion is stirr 
in, which was previously adjusted to a pK value of / . t to / . : . 
No further decomposition occurs from this mixture. 

This paint with an aluminum pigment content of 8 to 12 m-iss-'- 
yields a light shiny silver paint film, which even after longer 
storage does not lose its silver shine and also does not discolor t 



a dark gray by the bitumen coming through. Even when the paint is 
applied in a coating process the silver shine remains completely 
despite multiple coats in one place, because the flake- form pigment 
particles always press towards and emich at the surface. A • 
shrouding of the pigment particles in bitumen also cannot occur, 
because the bitumen is present not in a homogenous solution but in 
the form of spherical emulsion particles. 
Implementation examples 

The aluminum pigmented paint on a base of an emulsion of 7*; 
maos-% bitumen emulsion with clay emulsifier, 10 mass-^ rubber late 
1 mass-% dispersant, 5-mass-% water, 10 mass-% pigment paste is 
produced in the following steps: 

1. A stable bitumen emulsion (I) is produced from 3c. 4c mass- 
parts bitumen B 40, 31.96 mass-parts water, 2.96 mass-parts clay, 
0.15 mass-parts ZnS0 4 *7H 2 0, 0.30 mass-parts alkyl phenyl polyglycoi i 
ether (dispersant) and 0.15 mass-parts of a 50% KOH . The emulsion 
has a pH value of 7.1. 

2. 1 mass-part alkyl phenyl polygiycolio ether ( dispersant ■ , 5 
mass-parts water and 10 mass-parts benzene-containing aluminum 
pigment paste with flake-formed pigment particles were stln ea *o a 
liquid slurry at temperatures of 5 to 2 5°C in a slow running mixer. 
The homogeneous pigment slurry was mixed with 10 mass-parts :•- : ; >l — r 
latex. The rubber latex consists of a butadiene-styrene copolymer, 
which is obtained as dispersed in water with anionic soaps and. LTa- 



alkyl-arylsulf onate . This mixture (II) is allowed to sit at least 2 /6 
and up to 48 hours until the reactions, which are noticeable by a 
light swelling, have subsided. 

3. 26 mass-pares of (II) are mixed wich 74 mass-parts of (I) in 
a slow running mixture at temperatures between 5 and 3 5 C C for approx. 
15 min. to form the finished paint. 

The resulting paint has a homogeneous, metallic shiny -silver 
color and can be worked at temperatures above +5°C by coating or 
spraying. The uniform silver color remains even with multiple 
paintbrush or brush strokes on the same place. 

As a first priority, bituminous roof coatings with tne typical 
black to dark brown color as well as other visible surfaces in 
buildings can be brightened up with the aluminum pigmented paint. 

In comparison to a known combination (1) of a bitumen solution 
and aluminum pigments and compared to a bitumen emulsion (2) mixed 
with a hydrophilic aluminum powder, the paint (3) according to the 
invention has the following characteristics: 
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1 


2 


3 


Appearance of 
Composition 
After 8 weeks 
storage 


Settling of 
pigments, long 
stir time 
required 


Minimal 

settling, easily 
stirred 


Minimal 

settling, easily 
stirred 


F 1 ammab i 1 i t y 


Flammable 


Not flammable 


Mot flammable 


Dilution 


With benzene 


With water 


With water 


Coating 


Can be coated 
from f 0 to 35 C C 


Can be coated 
from 5 to 35°C 


Can be coated 
from 5 to 3 5 : C 


Appearance of 
the paint film: 
-after one coat 


Silver 


-Gray 


Silver 



-after multiple 
coats 


Silver with 
brown flecks 


Dark aray 


Silver 


Appearance of 
the paint after 
2 years 


Gray to matt 
silver , brown 
and black flecks 


Dark gray to 
black 


Silver 



Patent Claims 

1. Pigmented paint of bitumen emulsion and rubber latex for 
roofs and similar building surfaces, characterized by 2 to 2 0 mass-%, 
preferably 8 to 12 mass-% of benzene containing aluminum pigment 
paste, which contains 60 to 80 mass-% aluminum, and the pigment: 
particles thereof have a flake structure. 

2. Process for the production of an aluminum pigmented paint of 
bitumen emulsion and rubber latex according to Claim 1, thereby 
characterized that the test benzene - containing aluminum pigment paste 
is stirred with an aqueous dispersant solution to a thin liquid 
slurry and this is mixed with the rubber latex to an initial mixture, 
which is allowed to sit for 2 to 48 hours to inactivate the aluminum 
pigments and then mixed with the necessary amount of bitumen emulsion 
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with a pH value of 7.0 to 7.5 while stirring at temperatures between 
5 and 3 5°C. 
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